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= (57) Abstract: A method and apparatus are provided for 

planarizing a material layer on a substrate. In one aspect, 
a method is provided for processing a substrate including 
forming a passivation layer on a substrate surface, polishing 
the substrate in an electrolyte solution, applying an anodic 
bias to the substrate surface, and removing material from 
at least a portion of the substrate surface. In another aspect, 
an apparatus is provided which includes a partial enclosure, 
polishing article, a cathode, a power source, a substrate 
carrier movably disposed above the polishing article, and 
a computer based controller to position a substrate in an 
electrolyte solution to fonn a passivation layer on a substrate 
surface, to polish the substrate in the electrolyte solution 
with the polishing article, and to apply an anodic bias to the 
substrate surface or polishing article to remove material from 
at least a portion of the substrate surface. 
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PLANARIZATION OF SUBSTRATES 
USING ELECTROCHEfi/llCAL (MECHANICAL POLISHING 

CROSS-REFERENCE TO RELATED APPLICATIONS 

p)0011 This application claims benefit of United States Provisional Patent 
Application Serial Number 60/275,874, filed on March 14, 2001, United States 
Provisional Patent Application Serial Number 60/286,107, filed on /\pril 24, 2001, 
and United States Provisional Patent /Application Serial Number 60/326,263. filed 
October 1, 2001 , ieach of whidi are incorporated herein by reference. 

BACKGROUND OF THE INVENTION 
Field of the Invenflon 

[ooog The present invention relates to an apparatus and method for 
planarization of a material, such as a metal, on a substrate. 

Background off the Related Art 

[0003] Sub-quarter micron multi-level metallization is one of the key technologies 
for the next generation of ultra large-scale integration (ULSI). The multilevel 
Interconnects that lie at the heart of this technology require planarization of 
interconnect features fomied in high aspect ratio apertures, including contacts, vlas, 
lines and other features. Reliable formation of ttiese interconnect features is very 
important to tiie success of ULSI and to the continued effort to increase circuit 
density and quality on individual substrates and die. 

[0004] In the fabrication of integrated circuits and other electronic devices, 
multiple layers of conducing, semiconducting, and dielectric materials are deposited 
on or removed firom a surface of a substrate. Thin layers of conducting, 
semiconducting, and dielectric materials may be deposited by a number of 
deposition techniques. Common deposition techniques in modem processing 
include physical vapor deposition (PVD), also known as sputtering, chemical vapor 
deposition (CVD), plasma-enhanced chemical vapor deposition (PECVD), and now 
electrochemical plating (ECP). 
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[00051 As layers of materials are sequentially deposited and removed, the 
uppennost surface of the substrate may become non-planar across its surface and 
require planarization. Planarizing a surface, or "polishing" a surface, is a process 
where material is removed from the surface of the substrate to form a generally 
even, planar surface. Planarization is useful in removing undesired surfece 
topography and surface defects, such as rough surfaces, agglomerated materials, 
crystal lattice damage, scratches, and contaminated layers or materials. 
Planarization is also useful in fomiing features on a substrate by removing excess 
deposited material used to fill the features and to provide an even surface for 
subsequent levels of metallization and processing. 

[0006] Chemical mechanical planarization, or chemical mechanical polishing 
(CMP), is a common technique used to planarize substrates. CMP utilizes a 
chemical composition, typically a slunry or other fluid medium, for selective removal 
of material from substrates. In conventional CMP techniques, a substrate canier or 
polishing head is mounted on a carrier assembly and positioned in contact with a 
polishing pad in a CMP apparatus. The carrier assembly provides a controllable 
pressure to the substrate urging the substrate against the polishing pad. The pad is 
moved relative to the substrate by an extemal driving force. The CMP apparatus 
effects polishing or rubbing movement between the surface of the substrate and the 
polishing pad while dispersing a polishing composition, or slurry, to effect chemical 
activity and/or mechanical activity and consequential removal of material from the 
surface of the substrate. 

[0007] Copper is becoming a metal of choice in ULSI to form interconnects that 
provide the conductive pathway in integrated circuits and other electronic devices. 
Copper is a material having advantageous properties such as lower resistance and 
better electromigration performance compared to traditional materials such as 
aluminum. Copper can be deposited by various techniques such as PVD, CVD and 
electroplating. Electroplating (ECP) is seen as a low cost and effective deposition 
technique with promise. ECP is perfomied by Introducing a substrate Into a plating 
bath and applying a current to the substrate. The copper ions plate out of solution 
and deposit onto the substrate. 
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[0008] However, copper is difficult to pattern and etcli. Accordingly, copper 
features are fonmed using damascene or dual damascene processes. In 
damascene processes, a feature is defined in a dielectric materiaUnd subsequently 
filled with copper. A barrier layer is deposited conformally on the suriiaces of the 
features fonmed In the dielectric layer prior to deposition of the copper. Copper is 
th^n deposited over the barrier layer and the surrounding field. The copper 
deposited on the field is removed by CMP processes to leave the copper filled 
feature formed -in the dielectric material. Both abrasive and abrasive free CMP 
processes are available and others are being developed to remove copper. 
Abrasives refer to particulate material, such as alumina or silica, added to the 
polishing slurry or released from a fixed-abrasive polishing pad during polishing 
which provide mechanical abrasion to a substrate sur^ce being polished. 

[0009] Additionally, substrate surfaces may have d'rfferent surface topography, 
depending on the density or size of features fonned therein, which makes effective 
conformal removal of copper material from the substrate surtece difficult to achieve. 
For example, it has been observed that copper material is removed from a dense 
feature area of the substrate surface at a slower removal rate as compared to 
removing copper material from a substrate surface area having few, if any, features 
formed therein. Additionally, the relatively uneven removal rates can result in 
underpolishing of areas of the substrate with residual copper material remaining 
after the polishing process. 

[0010] One solution to removing all of the desired copper material from the 
substrate surface is overpolishing the substrate surface. However, overpolishing of 
some materials can result in the fonnation of topographical defects, such as 
concavities or depressions in features, referred to as dishing, or excessive removal 
of dielectric material, refened to as erosion. The topographical defects from dishing 
and erosion can further lead to non-uniform removal of additional materials, such as 
barrier layer materials disposed thereunder, and produce a substrate surface having 
a less than desirable polishing quality. 

[0011] Another problem with the polishing of copper surfaces arises from the use 
of low dielectric constant (low k) dielectric materials to fomri copper damascenes in 
the substrate surface. Low k dielectric materials, such as carbon doped silicon 
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oxides, may deform or scratch under conventional polishing pressures {i.e., about 6 
psi), called downforce, which can detrimentally affect substrate polish quality and 
detrimentally affect device formation. For example, rotational relative movement 
between the substrate and a polishing pad can induce a shear force along the 
substrate surface and deform the low k nriaterial to fomri topographical defects, such 
as scratches, which can detrimentally affect subsequent polishing. 

[0012] As a result, there is a need for an apparatus and method for depositing 
and planarizing a metal layer, such as a copper layer, on a substrate. 

SUMMARY OF THE INVENTION 

[00131 Aspects of the invention generally provide methods and apparatus for 
planarizing a substrate surface with reduced contact pressure between a substrate 
and a polishing apparatus. In one aspect, a method is provided for processing a 
substrate including positioning the substrate in an electrolyte solution comprising a 
corrosion inhibitor, fonming a passivation layer on a substrate surface, polishing the 
substrate in the electrolyte solution, applying an anodic bias to the substrate surface, 
and removing material from at least a portion of the substrate surface. 

10014J In another aspect, a method is provided for processing a substrate 
including positioning the substrate in an electrolyte solution adjacent polishing 
article, the electrolyte including a corrosion inhibitor, a leveling agent, a viscous 
forming agent, or combinations thereof, to fonm a cunrent suppressing layer on a 
substrate surface, polishing the substrate in the electrolyte solution with the 
polishing article to remove at least a portion of the cunent suppressing layer, 
applying a bias between an anode and a cathode disposed in the electrolyte 
solution, and removing material ftom at least a portion of the substrate surface with 
anodic dissolution. 

[00151 In another aspect, an apparatus is provided for processing substrates 
including a partial enclosure defining a processing region and having a fluid Inlet and 
a fluid outlet, an cathode disposed in the partial enclosure, polishing article disposed 
in the partial enclosure, a substrate canler movably disposed above the polishing 
article, the substrate canier having a substrate mounting surface, a power source 
connected to at least the partial enclosure, and a computer based controller 
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configured to cause the apparatus to position a substrate in an electrolyte solution to 
form a passivation layer on a substrate surface, to polish the substrate in the 
electrolyte solution with the polishing article, and to apply an anodic bias to the 
substrate surface or polishing article to remove material from at least a portiori of tiie 
substrate surface. 

[00161 In another aspect, an electrochemical deposition system Is provided that 
includes a mainframe having a mainframe wafer transfer robot, a loading station 
disposed in connection witii the mainframe, one or more electrochemical processing 
cells disposed in connection witti ttie mainframe, one or more polishing platens 
disposed in connection wltti ttie mainframe, an electrolyte supply fluidly connected to 
the one or more electrochemical processing cells, and one or more polishing fluid 
supplies connected to the one or more. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0017] So that the manner in which the above recited features described herein 
are attained and can be understood In detail, a more particular description of the 
invention, briefly summarized above, may be had by reference to the embodiments 
thereof which are illustrated in the appended drawings. 

[0018] It is to be noted, however, that the appended drawings illustirate only 
typical embodiments of this Invention and are ttierefore not to be considered limiting 
of Its scopei for the invention may admit to other equally effective embodiments. 

[0019] Figure 1 is a plan view of one embodiment of a processing system 
incorporating embodiments of ttie processing apparatus of the invention; 

[0020] Figure 2 is a schematic top view of one embodiment of an electroplating 
system; 

[0021] Figure 3 Is a schematic top view of another embodiment of an 
electroplating system; 

[00221 Figure 4 is a cross sectional view of one embodiment of a processing 
apparatus of the invention showing a substi^te disposed above a pemieable disk; 
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[0023] Figure 5 is a partial cross sectional view of one embodiment of a carrier 
head assembly; 

[00241 Figure 6A is a partial perspective view of a plurality of substrate clamps; 

[0025] Figure 6B Is a sectional view of one of the substrate damps taken along 
section line 6B-6B of Figure 6A; 

[0026] Figures 7A through 7D depict a substrate being secured to the carrier 
head assembly; 

[0027] Figure 8 depicts a partial view of another embodiment of a carrier head 
assembly; 

[0028] Figure 9 depicts a partial view of another embodiment of a canler head 
assembly; 

[0029] Figures 10A-10B depict partial views of embodiments of a carrier head 

assembly; 

[0030] Figure 11A-11D are schematic cross sectional views of embodiments of 
an apparatus for depositing and planarlzing a metal layer on a substrate; 

[0031] Figure 12 is a flow chart illustrating the processing steps according to one 
embodiment of the invention; and 

[0032] Figures 13A-13F are schematic diagrams of polishing a substrate 
according to one embodiment for planarizing a substrate surface described herein. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENT 
[0033] In general, aspects of the invention provide apparatus and methods for 
planarizing a substrate surface with reduced contact pressure between a substrate 
and a polishing apparatus. The invention will be described below in reference to a 
planarizing process for the removal of conductive materials, such as copper and 
other copper containing materials from a substrate surface by electrochemical 
mechanical polishing (ECMP) techniques. 
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[0034] The words and phrases used herein should be given their ordinary and 
customary meaning in the art by one skilled In the art unless otherwise further 
defined. Chemical-mechanical polishing should be broadly construed and Includes, 
but is not limited to, abrading a substrate surface by chemical activity, mechanical 
activity, or a combination of both chemical and mechanical activity. Electropoiishing 
should be broadly construed and Includes, but is not limited to, removing material 
from a substrate by the application of electrochemical activity, such as by anodic 
dissolution. Anodic dissolution is broadly described herein as the application of an 
anodic bias to a substrate surface or conductive object in contact with the substrate 
surface that results in the transfer of conductive material from a substrate surface 
into a surrounding conductive fluid. Electrochemical mechanical polishing (ECMP) is 
broadly defined herein as planarizing a substrate by the application of 
electrochemical activity, chemical activity, mechanical activity, or a combination of 
electrochemical, chemical, and mechanical activity to remove material from a 
substrate surface. Exemplary processing systems that may be used to perfonn 
processes described herein are shown in Figures 1-3. 

[0035] Figure 1 depicts one embodiment of a processing system 100 for 
performing the processes described herein. One polishing tool that may be adapted 
to benefit from the invention is a Mirra® Mesa™ chemical mechanical polisher 
available from Applied Materials, Inc. located in Santa Clara, California. The 
exemplary system 100 generally comprises a factory Intertece 108, a loading robot 
110, and a processing module 112 having at least one electrochemical processing 
station 102 and at least one conventional polishing station 106 disposed thereon. 

[00361 Generally, the loading robot 110 is disposed proximate the factory 
Interface 108 and the processing module 112 to facilitate the transfer of substrates 
122 therebetween. The factory interface 108 generally includes a cleaning module 
114 and one or more substrate cassettes 116. An interface robot 118 is employed 
to transfer substrates 123 between the substrate cassettes 116. the cleaning module 
114 and an input nrwdule 120. The input module 120 Is positioned to facilitate 
transfer of substrates 123 between the processing module 112 and the factory 
Interface 108 by the loading robot 110. An example of a factory Interface that may 
be used to advantage is disclosed in United States Patent Application Serial No. 
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09/547,189, filed April 11. 2000, assigned to common assignee Applied Materials, 
Inc., and which is hereby incorporated by reference. 

[00371 The loading robot 110 is generally positioned proximate the factory 
interface 108 and the processing module 112 such that the range of motion provided 
by the robot 110 facilitates transfer of the substrates 123 therebetween. An example 
of a loading robot 110 is a 4-Link robot, manufactured by Kensington Laboratories, 
Inc., located in Richmond, California. The exemplary loading robot 110 has a gripper 

111 that may orientate the substrate 123 in either a vertical or a horizontal 
orientation. 

[0038] Iri one embodiment shown in Figure 1, an exemplary processing module 

112 has a transfer station 122 and a carousel 134 in addition to the electrochemical 
prx}cessing station 102 and the polishing station 106, ail of which are disposed on a 
machine base 126. The processing module 112 may comprise one or more 
processing stations, of which each station 102, 106 of the module 112 may be 
adapted to perform electrochemical processing, sue* as electrodeposition and 
elecb-opolishing, and conventional chemical, mechanical polishing processing, or 
combinations Uiereof. Each polishing station 106 may comprise a stationary 
polishing platen, a rotatable polishing platen, a linear polishing platen, a rotatable 
linear polishing platen, a roller polishing platen, or combinations ttiereof. Polishing 
article disposed in the polishing station 106 may be conductive and/or contain 
abrasive elements or particles. 

[0039] In one embodiment, the transfer station 122 comprises at least an input 
buffer station 128, an output buffer station 130, a ti^nsfer robot 132, and a load cup 
assembly 124. The ta^nsfer robot 132 has two gripper assemblies, each having 
pneumatic gripper fingers that grab the substrate 123 by the substiate's edge. The 
transfer robot 132 lifts tiie substrate 123 from the input buffer station 128 and rotates 
the gripper and substi-ate 123 to position the substrate 123 over the load cup 
assembly 134, then places ttie substrate 123 down onto the load cup assembly 124. 
An example of a transfer station that may be used to advantage is described by 
Tobin in United States Patent Application Serial No. 09/314,771. filed October 10, 
1999, assigned to common assignee /^plied Materials, Inc., and which is hereby 
incorporated by reference. 
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[0040] The carousel 134 is generally described In United States Patent No. 
5,804,507, issued September 8, 1998 to 7o//es et al. and is hereby incorporated 
herein by reference in its entirety. Generally, the carousel 134 is centrally disposed 
on the base 126. The carousel 134 typically includes a plurality of amis 136. Each 
arm support a carrier head assembly, or polishing head, 138. One of the arms 136 
depicted in Figure 1 is shown in phantom such that the transfer station 122 may be 
seen. The carousel 134 is indexable such that the polishing head 138 may be 
moved between the modules 102, 106 and the transfer station 122. 

[0041] Generally the polishing head 138 retains the substrate 123 while pressing 
the substrate against a polishing material (not shown) disposed on the polishing 
stations 106. One polishing head that may be utilized is a Titan Head™ subistrate 
earner manufactured by Applied Materials, Inc., Santa Clara, Califomia. 

[0042] Further, while not shown, a computer system or computer based controller 
or a computer program-product may be connected to the system 100 for instructing 
the system to perform one or more processing steps on the system, such as 
mechanically polishing a substrate surface, electrochemically removing material 
from a substrate, or transfening a substrate in the system 100. AKematively, if 
electrochemical deposition or concurrent electrochemical deposition and 
electropolishing are practiced, the computer system, computer based controller, or 
computer program-product may be adapted to also perfomi those steps. 

[0043] To facilitate control of the system 100 as described above, computer 
based controller 140 may be a CPU 144 or one of any fonn of computer processor 
that can be used in an Industrial setting for controlling various chambers and 
subpmcessors. Memory 142 is coupled to the CPU 144 and the memory, or 
computer-readable medium, may be one or more of readily available memory such 
as random access memory (RAM), read only memory (ROM), floppy 6\bK hard disk, 
or any other form of digital storage, local or remote. Support circuits 146 are 
coupled to the CPU 144 for supporting the processor in a conventional manner. 
These circuits include cache, power supplies, clock circuits, input/output circuitry 
and subsystems, and the like. Process sequences, such as by aspects of the 
processes described herein, is generally stored in the memory, typically as a 
software routine. The software routine may also be stored and/or executed by a 
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second CPU (not shown) that is remotely located from the hardware being controlled 
by the CPU 144. 

[0044] Figure 2 depicts a schematic top view of another embodiment of a 
processing system 200 having at least one electrochemical processing station 218 
and at least one conventional polishing station 215 for performing the processes 
described herein. One tool that may be adapted to benefit from the invention is an 
electrochemical processing platform or system, such as an Electra® processing 
system available from Applied Materials, Inc. located in Santa Clara, Califomia. 

[00451 The system 200 includes a loading station 210 and a mainframe 214. The 
mainframe 214 generally includes a mainframe transfer station 216, a spin-rinse dry 
(SRD) station 212, one or more electrochemical processing stations 218, and one or 
more polishing stations 215. The system 200 may also include a thermal anneal 
chamber, such as a rapid thenmal anneal (RTA) chamber 211, an electrolyte 
replenishing system 220, and one or more substrate pass-through cassettes 238. 

[0046] Each electrochemical processing station 218 includes one or more 
electrochemical processing cells 240. The electrolyte replenishing system 220 is 
positioned adjacent the mainframe 214 and connected to the process cells 240 
individually to circulate electrolyte used for the electroplating process. Each 
polishing station 215 includes one or more polishing platens 217. The polishing 
platens 217 may include a stationary polishing platen, a rotatable polishing platen, a 
linear polishing platen, a rotatable linear polishing platen, a roller containing platen 
or cell as described herein, or combinations thereof, with a polishing articles 
disposed on or in the platen. Polishing article disposed on the polishing platens 217 
may be conductive and/or contain abrasive elements or particles. 

[0047] The system 200 also includes a power supply station 221 for providing 
electrical power to the system and a control system 222. The power supply station 
221 includes one or more power sources which may be connected to individual 
electrochemical cells 240 and polishing platens 217. The control system 222 
includes a programmable microprocessor with a computer-readable medium, i.e., 
software, designed specifically for controlling all components of the system 200 and 
coordinating the operations of the various components of the system 200. The 
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control system 222 may also control electrical power provided to the components of 
the system. The control system 222 may also includes a control panel that allows 
an operator to monitor and operate the system 200. The control panel is a stand- 
alone module that is connected to the control system 222 through a cable and 
provides easy access to an operator. 

[0048] The loading station 210 preferably includes one or more substrate 
cassette receiving areas 224, one or more loading station transfer robots 228 and at 
least one substrate orientor 230. A number of substrate cassette receiving areas, 
loading station transfer robots 228 and substrate orientor included in the loading 
station 210 can be configured according to the desired throughput of the system. As 
shown in Figure 2, the loading station 210 in one embodiment includes two 
substrate cassette receiving areas 224, two loading station transfer robots 228 and 
one substrate orientor 230. A substrate cassette 232 containing substrates 234 is 
loaded onto the substrate cassette receiving area 224 to introduce substrates 234 
into the system 200. The loading station transfer robot 228 transfers substrates 234 
between the substrate cassette 232 and the substrate orientor 230. 

[0049] The substrate orientor 230 positions each substrate 234 in a desired 
orientation to ensure that the substrate is property processed. The loading station 
transfer robot 228 also transfers substrates 234 between ttie loading station 210 and 
the SRD station 212 and between the loading station 210 and tiie ttiemial anneal 
chamber 211. The loading station 210 preferably also includes a substrate cassette 
231 for temporary storage of substrates as needed to fecilitate efficient transfer of 
substrates through the system. 

[0050] Figure 2 also shows a mainframe transfer robot 242 having a flipper robot 
244 incorporated therein to transfer substrates between different stations attached to 
the mainframe station. The mainframe transfer robot 242 includes a plurality of 
robot arms 242 (two shown), and a flipper robot 244 is attached as an end effector 
for each of the robot amis 246 capable of transfemng substrates between different 
stations attached to the mainframe as well as flipping the substrate being transfen-ed 
to the desired surface orientation. For example, the flipper robot 244 flips the 
substrate processing surface face-down for the electrochemical processes in the 
processing cell 240 or polishing process in the polishing platens 217. and flips the 
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substrate processing surface face-up for other processes, such as the spin-rinse-dry 
process or substrate transfer. 

[00511 Flipper robots are generally known in the art and can be attached as end 
effectors for substrate handling robots, such as model RR701. available from Rorze 
Automation, Inc., located in Milpitas, California. The flipper robot 244 may also be 
adapted for use with electrochemical processing cells 240 to electroplate a substrate 
disposed on a flipper or the electrochemical processing cell 240 may be adapted to 
receive a substrate from a flipper robot prior to processing in the cell 240. 

[0052] Alternatively, a substrate carrier (as shown in Figure 1) may be disposed 
in place of the mainframe transfer robot 242 to transfer between and/or process 
substrates in the one or more electrochemical processing stations 218 and the one 
or more polishing stations 215. 

[0053] The rapid thermal anneal (RTA) chamber 21 1 is preferably connected to 
the loading station 210, and substrates are transferred into and out of the RTA 
chamber 21 1 by the loading station transfer robot 228. The electroplating system as 
shown in Figure 2 Includes two RTA chambers 21 1 disposed on opposing sides of 
the loading station 210, corresponding to the symmetric design of the loading station 
210, in one embodiment. An. example of a suitable anneal chamber is a rapid 
thenmal anneal chamber, such as the RTP XEplus Centura® thenmal processor 
available from Applied Materials, Inc., Santa Clara, California. 

[00541 The electrolyte replenishing system 220 provides the electrolyte to the 
electroplating process cells 240 for the electroplating and/or anodic dissolution 
process. The electrolyte replenishing system 220 generally comprises a main 
electrolyte tank 260, a plurality of source tanks 262, and a plurality of filter tanks 
264. One or more controllers control the composition of the electrolyte in the main 
tank 260 and the operation of the electrolyte replenishing system 220. Preferably, 
the controllers are independently operable but integrated with the control system 
222 of the system 200. 

[00551 The main electrolyte tank 260 provides a reservoir for electrolyte and 
includes an electrolyte supply line that is connected to each of the electroplating 
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process cells. The source tanks 262 contain the chemicals needed for composing 
the electrolyte and typically include a deionized water source tank and copper 
sulfate (CUSO4) source tank for composing the electrolyte. Other source tanks 262 
may contain hydrogen sulfate (H2SO4), hydrogen chloride (HCl), hydrogen 
phosphate (H2PO4), and/or various additives including com)sion inhibitors and 
leveling agents, such as polyglycols. Examples of electrolyte solution and additives 
for use in the electrolyte tank 260 and source tanks 262 are further described herein. 

[00561 Additionally, while not shown, one or more supply tanks are connected to 
system 200 to provide one or more polishing fluids, conditioning fluids, and/or 
cleaning fluids, to the one or more polishing stations 215 disposed thereon. 

[0057] The system 200 has a modular design that allows for the replacement of 
components for a desired configuration for performing a process or sequence of 
processes. For example, the electrochemical processing stations 218 may be 
replaced with polishing stations 21 5, and vice versa. 

[0058] Additionally, individual components of the stations, such as the one or 
more polishing platens 217 of the polishing stations 215, may be disposed at the 
locations of other processing components, such as the thermal anneal chamber 211 
and one or more substrate pass-through cassettes 238. Alternative embodiments of 
the system 200 may include electroless deposition stations at the location of the one 
or more polishing stations 215. For example if the one or more polishing platens 
217 are altematively disposed at the locations of the thermal anneal chamber 21 1 or 
the one or more substrate pass-through cassettes 238. electroless deposition 
stations may be disposed at the kxation where the one or more polishing stations 
215 are disposed in Figure 2. 

[0059] Another system useful for perfomning the processes described herein is 
shown In Figure 3. Figure 3 depicts a schematic top view of another embodiment of 
a processing system 200 having at least one electrochemical processing station 218 
and at least one conventional polishing station 212 for perfonming the processes 
described herein. The system 200 . generally comprises a loading station 210, a 
mainframe 214, one or more electrochemical processing cells 240 disposed at the 
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processing stations 218, and one or more poiisliing platens 238 disposed at the 
polishing stations 212. 

[0060] The system may also contain a thermal anneal chamber 211 and an 
electrolyte replenishing system 220. The mainframe 214 generally comprises a 
mainframe transfer station 216 and a plurality of processing stations 218 with the 
polishing station 212 connected between the mainframe 214 and the loading station 
210. In the embodiment shown in Figure 3, the system 200 includes two anneal 
chambers 211, two substrate cassette receiving areias 224, two loading station 
transfer robots 228, one wafer orientor 230, twb polishing platens 238, and four 
electroplating cells 240. 

10061] In an altemative embodiment of the system 200 shown in Figure 3, a spin- 
rinse-dry (SRD) station or one or more substrate pass-through cassettes may be 
disposed at the locations of the one or more polishing platens 238. The altemative 
embodiment may have one or more polishing platens disposed at the location of the 
thermal anneal chambers 21 1 if the alternative tool configuration. 

[0062] Figure 4 is a cross sectional view of one embodiment of an apparatus 420 
for depositing and planarizing a metal layer on a substrate 422 useful in processing 
system shown in Figures 2 and 3, for example. Modifications of a mounting 
assembly for the earner assembly 430 can be effectuated to utilize this assembly In 
the processing system 200 of Figure 1. Namely, the carrier is mounted in a 
carousel. 

[0063] The apparatus 420 generally includes a canier assembly 430 movabiy 
supported by a stanchion 480 over a partial enclosure 434. The stanchion 480 and 
enclosure 434 are generally disposed on a common base 482. The stanchion 480 
generally includes a base support 484 and a lift mechanism 486. The base support 
484 extends perpendicularly fit)m the base 482 and may be rotatable on its axis so 
that the earner assembly 430 may be moved over the partial enclosure 434 or to 
other positions, for example, to other enclosures or to interface with other 
processing systems not shown. 
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[0064] The lift mechanism 486 is coupled to the carrier assembly 430. The lift 
mechanism 486 generally controls the elevation of the earner assembly 430 in 
relation to the partial enclosure 434. The lift mechanism 486 includes a linear 
actuator 488, such as a ball screw, lead screw, pneumatic cylinder and the like, and 
a guide 490 that slides along a rail 492. The rail 492 is coupled to the base support 
484 by a hinge 494 so that the rail 492 of the lift mechanism 486 (i.e., direction of 
motion) may be controllably oriented through a range of angles between about 90 to 
about 60 degrees relative to horizontal. The lift mechanism 486 and hinge 494 allow 
the carrier assembly 430 holding a substrate 422 to be lowered into the partial 
enclosure 434 in various orientations. For example, to minimize the ftjrmation of 
bubbles on the substrate 422 when interfacing with fluids disposed within the 
enclosure 434, the substrate 422 may be oriented at an angle during entry into the 
partial enclosure 434 and then rotated to a horizontal orientation once therein. 

[0065] The partial enclosure 434 generally defines a container or electrolyte cell 
in which an electrolyte or other polishing/deposition fluid can be confined. The 
enclosure 434 typically includes an anode/cathode 426, a diffuser plate 444 and a 
permeable disk 428 disposed therein. A penneable disk 428, such as a polishing 
pad. is disposed and supported in the electrolyte cell on the diffuser plate 444. The 
partial enclosure 434 can be a bowl shaped member made of a plastic such as 
fluoropolymers. TEFLON'^, PFA, PE, PES, or other materials that are compatible 
with plating chemistries. The partial enclosure 434 Is connected to a shaft 432 on its 
lower surface that extends betow the base 482. The actuator Is adapted to rotate the 
partial enclosure 434 about vertical axis x. In one embodiment, the shaft 432 
defines a central passage through which fluid is delivered into the partial enclosure 
434 through a plurality of ports 436 fbnned In the shaft 432. 

[0066] Alternatively, the partial endosure 434 can be connected to a mounting 
platform that Is connected to the shaft 432. The shaft 432 is connected to an 
actuator (not shown), such as a motor, e.g., a stepper motor, disposed In the base 
482. 

[0067] The anode/cathode 426 is positioned at the lower portion of the enclosure 
434 where it may be immersed in the electrolyte solution. The anode/cathode may 
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perform as either an anode or a cathode depending on the positive bias (anode) or 
negative bias (cathode). applied to it. For example, depositing material from an 
electrolyte on the substrate surface, the anode/cathode 426 acts as an anode and 
the substrate surface acts as a cathode. When removing material from a substrate 
surface, such as by dissolution from an applied bias, the anode/cathode 426 
functions as a cathode and the wafer surface or permeable disk 428 may act as an 
anode for the dissolution process. 

[0068] The anode/cathode 426 can be a plate-like member, a plate having 
multiple holes formed therethrough or a plurality of pieces disposed in a permeable 
membrane or container. The anode/cathode 426 may be comprised of the material 
to be deposited or removed, such as copper, nickel, aluminum, gold, silver, tungsten 
and other materials which can be electrochemically deposited on a substrate. In at 
least one embodiment, the anode/cathode may comprise a non-consumable 
anode/cathode 426 of a material other than the deposited material, such as platinum 
for a copper deposition or electropolishing process. Alternatively, for deposition 
processes, the anode/cathode 426 comprises a consumable anode/cathode that 
may require periodic replacement. 

[0069] in at least one embodiment, the anode/cathode 426 Is ring-shaped 
defining a central opening through which the fluid inlet of the shaft 432 is disposed. 
In embodiments where the anode/cathode 426 is plate-like, a plurality of holes may 
be fomied through the anode/cathode to allow passage of electrolyte fluid 
therethrough. The anode/cathode 426 can alternatively be a ring anode/cathode, a 
plate anode/cathode, or a chamber confining plating material, including a permeable 
chamber or other enclosure. 

[0070] The permeable disk 428 can be a polishing article or other type of volume 
spacer that is compatible with the fluid environment and the processing 
specifications. The permeable disk 428 is positioned at an upper end of the partial 
enclosure 434 and supported on its lower surface by the diffuser plate 444. The 
permeable disk 428 is preferably permeable to ions in the electrolyte, and as such 
does not have to be penneable to metal ions, for example, copper ions in copper 
applications. The metal ions can be supplied from a fluid delivery line 40 haying an 
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outlet 42 positioned above the permeable disl< 428. The permeable disk 428 may 
be disposed adjacent to or in contact with the anode/cathode 426. 

(00711 The permeable disk 428 may comprise a plurality of pores of a sufficient 
size and organization to allow the flow of electrolyte to the substrate surface while 
preventing the flow of deposition by-products, such as accelerator and suppressor 
degradation by-products. The penneable disk 428 may also comprise grooves 
formed therein to assist transport of fresh electrolyte from the bulk solution into 
enclosure 434 to the gap between the substrate 422 and the permeable disk 428. 
However, the penneable disk 428 can be penneable to metal ions in some 
applications. 

[00721 Typically, the permeable disk 428 includes polishing article, such as a 
polishing pad comprised of polymeric materials, such as polyuretiiane. Examples of 
polishing pads which can be used include, but are not limited to, an IC 1000, an IC 
1010, a Suba series pad, a Politex series pad, a MHS series pad from Rodel, Inc., of 
Phoenbc, Arizona, or a PVDF pad from Asahl of Japan, or a fixed abrasive pad from 
3M, of Minneapolis, Minnesota. 

[00731 The penneable disk may be polishing article including conductive material 
for electroplating deposition and electropolishing processes. For example, in an 
electropollshing process, the conductive polishing article may comprise a conductive 
polymer, or a polymer, such as polyurethane, witti conductive elements or materials 
(not shown) embedded or formed therein, to provide a conductive patti over tiie 
polishing article. The conductive elements are electrically connected to one anottier 
in the polishing article and may contact the substrate surface when the substrate is 
in contact with the polishing article. Further examples of conductive polishing 
materials and polishing articles are disclosed in United States Provisional Patent 
Application Serial Number 60/286,107. filed on April 24. 2001, which is incorporated 
herein by reference to the extent not inconsistent with the claims and aspects 
described herein. 

[00741 When a conductive polishing article is used for the penneable disk, the 
conductive polishing article may be in electrical contact with the power source (not 
shown), and may be used as an anode in an electrical based dissolution process. 
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Alternatively, the polishing article may form an insulator material, or a material of low 
conductance, such as polyurethane for an electrodeposition process. 

[0075] The power supply (not shown) is connected to the substrate surface 
through the apparatus 420. The power supply may include a control circuit that 
switches between a constant current operation and a constant voltage operation. A 
control circuit of the power supply controls the polarity of the output. In one 
embodiment, the power supply includes a switching circuit that is programmable to 
produce a variety of output wavefonms, such as an output waveform comprising 
repetitions of a constant cun-ent output for a first duration and a constant voltage 
output for a second duration. The invention contemplates utilizing a variety of power 
supply designs that are capable of producing such output wavefonms, such as time- 
varying potential between an anode and a cathode, or device performing as an 
anode or cathode, and is not limited to any particular power supply design. For 
example, the power supply may be adapted to apply a time varying anodic potential 
to a substrate surface. 

[00761 The diffuser plate 444 provides support for the permeable disk 428 in the 
partial enclosure 434. The diffuser plate 444 can be secured in the partial enclosure 
434 using fasteners such as screws 438 or other means such as snap or 
interference fit with the enclosure, being suspended therein and the like. The 
diffuser plate 444 can be made of a material such as a plastic, e.g., fluoropolymer, 
PE. TEFLON®, PFA. PES, HDPE, UHMW or the like. The diffuser plate 444, in at 
least one embodiment, includes a plurality of holes or channels 46 formed therein. 
The holes 446 are sized to enable fluid flow therethrough and to provide uniform 
dislribution of electrolyte through the pemieable disk 428 to the substrate 422. The 
permeable disk 428 can be fastened to the diffuser plate 444 using adhesives that 
are compatible with the fluid environment and the processing requirements. The 
diffuser plate 444 is preferably spaced from the anode/cathode 426 to provide a 
wider process window, thus reducing the sensitivity of plating film thickness to the 
anode/cathode dimensions, and to separate the accelerator and suppressor 
decomposition by-products, for example, a mono-sulfide compound degraded from 
an accelerator, such as bts(3-sulfopropyl) disulfide, C6Hi2Na206S4, commerdally 
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available from the Raschig Corp. of Germany, from a main plating volume 438 
defined between the permeable disk 428 and the substrate 422. 

[0077] While not shown, a membrane may be disposed between the 
anode/cathode 426 and the penneable disk 428 to contain particles produced from 
the anode/cathode film from entering the enclosure 434 and depositing as particles 
on the substrate surface. For example, the membrane is penneable to electrolyte 
flow, but is not typically permeable to accelerator and suppressor degradation by- 
products on the anode/cathode surface. 

[00781 The substrate earner or head assenfibly 430 is movably positioned above 
the permeable disk 428. The substrate canier assembly 430 is vertically movable 
above the permeable disk 428 and is laterally movable thereto, for example, the 
carrier assembly 430 may be rotatable about a vertical axis y. The x and y axis of 
the partial enclosure and the head assembly, respectively, are offset to provide 
orbital motion between the pemieable disk 428 and the substrate carrier assembly 
430. Orbital motion Is broadly described herein as an elliptical relative motion 
between the pemieable disk 428 and the substrate carrier assembly 430. The 
substrate carrier assembly 430 holds a substrate 422 with the deposition surface 
facing down towards the permeable disk 428. Alternatively, the permeable disk 428 
may comprise a surface which may move in a translatlonal or linear relative motion 
as well as rotatable, or circular rotational, relative motion to the substrate canier 
assembly 430. 

[00791 The substrate earner assembly 430 generally includes a drive system 468, 
a head assembly 478 and a seat assembly 476. The drive system 468 Is generally 
coupled to the guide 490 of the stanchion 480. The drive system 468 comprises a 
column 470 that extends from a power head 456 to support the seat assembly 476. 
The power head 456, which may be an electric or pneumatic motor, generally 
provides rotation to the column 470 along a central axis. The drive system 486 
additionally includes an actuator 454 that is disposed within the column 470 and is 
coupled to the head assembly 478. The actuator 454, which may be a lead screw, 
pneumatfc cylinder or other linear actuator, allows the head assembly 478 to move 
in relation to the seat assembly 476. 
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[0080] The seat assembly 476 generally includes a plurality of gripper fingers 474 
disposed in a polar array about a gripper plate 472. Thb gripper plate 472 is 
coupled to the column 470 so that the gripper plate 472 moves with the drive system 
468. In one embodiment three gripper fingers 474 are provided. The gripper fingers 
474 generally include a base member 466, an extension 464 and a contact finger 
462. The contact fingers 462 are disposed at an angle to the extension 464. The 
extension 464 is coupled to the base member 466. The base member 466 is 
rotatably coupled to the gripper plate 472. The base member 466 generally includes 
an aperture that aligns with a hole in the gripper plate 472. A clevis pin or other 
shaft member is- disposed through the hole and aperture to allow rotation of the 
gripper finger 474 in relation to the gripper plate 472. 

[0081] An actuator 460 is coupled between the extension 464 and the gripper 
plate 472. The actuator 460 moves the gripper finger 474 between an open and 
closed position. A spring 458 may be optionally disposed on the clevis pin to bias 
the gripper finger 474 towards one position. When the contact fingers 462 are 
moved inward, a notch 452 disposed at the ends of each contact finger 462 defines 
a seat 450 that is adapted to receive the substrate 422 from a transfer robot (not 
shown). In the inward position, the extensions 464 are disposed at a distance from 
each other that allows the substrate 422 and robot to pass therebetween (See 
Figure ?A). 

[00821 Further, while not shown, a computer based controller may be connected 
to the apparatus 420 for instructing the system to perform one or more processing 
steps on the system, such as polishing a substrate or transferring a substrate in the 
apparatus 420. 

[0083] Figure 5 depicts one embodiment of the head assembly 478. The head 
assembly 478 generally includes a housing 502, a stem 504, a support plate 506 
and a plurality of substrate clamps 520 (one of the clamps 520 is shown). 
Generally, the housing 502 includes a hollow shaft 528 coupled to the actuator 454 
at one end and terminating in a flange 508 at the opposite end. The flange 508 has 
a downwardly extending lip 510 that defines a central cavity 512. 
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[0084] The support plate 506 is disposed in the central cavity 512. The support 
plate 506 has a first side 514 and a second side 516. The substrate 422 is generally 
disposed proximate the first side 514 during processing. The first side 514 may 
additionally include one or more vacuum ports 518 disposed therein to restrain the 
substrate 422 proximate the first side 514. 

[0085] The stem 504 is coupled to a second side 516 of the support plate 506. 
The stem 504 is generally orientated perpendicular to the support plate 506. The 
stem 504 may include passages disposed therein to provide vacuum or fluid to the 
first side 514 of the support plate 508 or other portions of the head assembly 478. 

[0086] The substrate clamps 520 are generally comprised of a conductive 
material, such as copper. The substrate clamps 520 are coupled to a conductive 
ring 522 that electrically couples the individual substrate clamps 520. A screw 
typically fastens the substrate clamps 520 to the conductive ring 522 although other 
fasteners or fastening methods may be utilized. The conductive ring 522 generally 
includes a terminal 524 to allow the ring 522 to be electrically biased by a power 
source (not shown) coupled to the ring 522 by a lead 526 routed through the 
housing 502. 

[0087] Figure 6A depicts a partial perspective view of the substrate clamps 520 
extending from the first side 514 of the support plate 506. The substrate clamps 520 
are generally disposed In a polar array at the perimeter of the support plate 506. In 
one embodiment, clamps 520 are movable relative to the support plate 506 such 
that a distance v^ich the clamps 520 project from the support plate 506 may be 
controlled. Generally, the substrate clamps 520 comprise a plurality of first clamps 
402 and a plurality of second clamps 404 spaced equally about the perimeter of the 
support plate 506. The first and second clamps 402, 404 generally alternate In 
sequence around the perimeter and are spaced to allow the gripper fingers 474 to 
pass therebetween. The first clamps 402 are generally rectangular in shape and 
may be optionally curved across their width to match the diameter of the substrate 
422. The second clamps 404 are also generally rectangular in shape and may be 
optionally curved to match the diameter of the substrate 422. Both the first clamps 
and second clamps 402, 404 have an inner surface 406 that contacts the substrate. 
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[0088] As illustrated In Figures 6A and 6B, the clamps 520 are angled outward to 
allow the substrate 422 to pass therebetween when extended. A bump 610 
disposed on the inner surface of the clamp 520 interfaces with a peripheral surface 
412 of the support plate 506. The bump 410 causes the clamp 520 to flare 
outwardly when the clamp 520 is extended. Optionally, support surface 506 may 
include a chamfer 414 to allow smooth movement of the bump 410 onto the surface 
412 of the support plate 506. The housing 502 generally includes a biasing member 
disposed radially outward of the clamps 520 that urges the clamps 520 inward. In 
one embodiment, the biasing member is a detente pin 416. 

[0089] The second clamp 404 generally includes a notch 418 formed on the 
contact surface near the tip. the notch 418 has a bottom surfece 620 that is 
generally greater in length than the thickness of the substrate 422. A wall 419 of the 
notch 418 closest the end of the first clamp 604 is generally chamfered or angled to 
contact the bevel or rounded edge of the substrate 422. 

[0090] Figures 7A<-7D depict the substrate 422 being loaded into the carrier 
assembly 430. In Figure 7A, the gripper fingers 474 are rotated to fomi the seat 450 
that receives the substrate 422 from the robot not shown. The head assembly 478 
is disposed in a first position 592 proximate the seat assembly 476. The substrate 
clamps 522 are fully extended from the first side 514 of the support plate 508. After 
the robot is removed leaving the substrate 422 in the seat 450 of the gripper finger 
474, the head assembly 478 is then extended into a second position 504 to load the 
substrate 422 held in the seat 450 between the substrate clamps 522 (See Figure 
7B). The first clamps 402 center the substrate 422 relative to the head assembly 
478. 

[0091] The clamps 522 are then retracted towards the support plate 508. The 
angled wall 419 of the second clamp 404 contacts the beveled edge of the substrate 
422 and pulls the substrate 422 against the support plate 508. The interaction 
between the angled wall 419 and substrate 422 additionally causes the second 
clamp 404 to flex outwardly against the detente pin 416, displacing the bottom 
surface 420 of the notch 418 from the substrate perimeter. The flexed second 
clamp 404 and the detente pin 416 combine to urge the second clamp 404 inwardly 
to capture the substrate 422 against the support plate 508 while providing good 
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electrical contact between the clamp 404 and substrate 422 (See Figures 7C and 
7D). 

[00921 Returning to Figure 5, the conductive ring 522 is secured to a mounting 
plate 530 that is disposed in the central cavity 512 between the housing 502 and the 
support plate 506. The mounting plate 530 is generally movable relative to the 
support plate 506 so that the distance the substrate clamps 520 extend beyond the 
first side 514 of the support plate may be controlled. Generally, the mounting plate 
530 is biased away from the support plate 506 by a spring 532 disposed 
therebetween. 

[00931 To facilitate movement of the mounting plate 530 and substrate clamps 
520, the mounting plate 530 is coupled to a sleeve 534 that is movably disposed 
around the stem 504. The sleeve 534 has a first diameter portion 536 that is sealed 
against the stem 504 at one end by a seal such as an o-ring 538. The sleeve 534 
has a smaller, second diameter portion 540 that interfaces with a nanrower portion 
542 of the stem 504. The narrower portion 542 of the stem 504 is sealed to the 
sleeve 534 by an o-ring 552, thus creating a piston chamber 544 between the stem 
504 and sleeve 534. As fluid, such as air, is applied or evacuated from the chamber 
544, the resulting force applied between the sleeve 534 and stem 504 causes the 
sleeve 534 to move, thus correspondingly moving the substrate clamps 520. 

[0094] An outer portion 548 of the sleeve 534 is threaded and mates with a 
confBsponding male threaded portion 548 disposed in the mounting plate 530. The 
amount of thread engagement between the mounting plate 530 and sleeve 534 may 
be adjusted to set the distance the substrate clamps 520 protrude from the support 
plate 506 at a predetermined amount. A set screw 550 in the mounting plate 530 
may be tightened to prevent the mounting plate 530 from inadvertently turning about 
the sleeve 534. 

[0095] Figure 8 depids a partial view of another embodiment of a substrate 
carrier head assembly 800. The substrate earner head assembly 800 is 
substantially similar to the substrate canier assembly 430 described above except 
when a contact plate 802 is disposed on a support plate 804. Generally, the contact 
plate 802 is disposed on a first side 806 of the support plate 804. The contact plate 



eNSOOOD: <WO_0207SeO«ULI.> 



wo 02/075804 PCTAJS02/04806 

24 

802 is comprised of a conductive material and is utilized to bias the substrate 422 
during processing. The contact plate 802 is electrically coupled to a tenninal 810 
disposed on a second side 812 of the support plate 804. The terminal 810 facilitates 
coupling the contact plate 802 to a power source (not shown) by a lead 808 that is 
used to bias the substrate 422. 

[0096] The contact plate 802 is generally located proximate the edge of the 
substrate 422. The contact plate 802 couples the bias, such as voltage bias, to the 
substrate 422 directly or to a conductive seed layer 820 disposed on the substrate 
surface that wraps around the substrate edge to a portion of the substrate backside. 

[0097] Figure 9 depicts another embodiment of a substrate carrier head 
assembly 900. The substrate carrier head assembly 900 generally includes a 
housing 902 defining a central cavity 904 with an opening 906 disposed on a bottom 
portion of the housing 902 and at least one port 908 disposed in a vertical section 
920 of the housing 902. The port 908 is sized to allow for a substrate 422 to be 
received horizontally within the cavity 904 from a robot (not shown). 

[0098] An actuating shaft 910 is disposed in the housing 902 and may actuate a 
support plate 922 towards the opening 906 of the housing 902 by a motor (not 
shown) disposed in or connected to the substrate carrier. The support plate 922 
receives a substrate from the robot and secures the substrate face-down in a 
horizontally disptaced manner. 

[0099] The support plate 922 includes a contact plate 916 disposed on a first side 
924 of the support plate 922. The contact plate 916 is comprised of a conductive 
material and is utilized to bias the substrate 422 during processing. The contact 
plate 916 Is electrically coupled to a temiinal 926 disposed on a second side 928 of 
the support plate 922. The terminal 926 facilitates coupling the contact plate 916 to 
a power source (not shown) by a lead 930 that is used to bias the substrate 422. 
The contact plate 916 is generally located proximate the edge of the substrate 422. 
The contact plate 916 couples the bias, such as voltage bias, to the substrate 422 
directly or to a conductive layer disposed on the substrate sur^ce that wraps around 
the substrate edge to a portion of the substrate backside. 
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[01001 A contact ring 912 circumscribing the opening 906 Includes a substrate 
support 914 that supports the substrate 422 as the actuating shaft 910 urges the 
substrate 422 against the contact ring 912. The substrate support 914 may 
comprise an annular ring for continuous contact with the substrate surface or may 
comprise a series of contact points drcumferentlally disposed around the contact 
ring 912 and extending to contact the substrate 422 disposed thereon. The contact 
ring 912 reduces contact between the substrate sur^ce and planar polishing article 
disposed in a processing cell. As such, the substrate canler assembly may be used 
for electrochemical deposition and electrochemical dissolution processes In the 
absence of polishing article or where limiting polishing of the substrate is desired by 
the user. While not shown, the substrate support 914 may be coupled to a power 
source (not shown) by a lead 930 that is used to bias the substrate 422 and the 
contact ring 912 comprises an insulative material. 

[01011 Figure 10A depicts a schematic cross-sectional view of another 
embodiment of the polishing head 430. The polishing head 430 may be used in 
embodiments of the Invention wherein a conductive pemieable disk, such as a 
conductive polishing article, is being used for the anodic dissolution process. The 
polishing head 430 generally includes a canier plate 1002, a cover 1004 and a 
retaining ring 1006. The canier plate 1002, which in one embodiment may comprise 
an inflatable bladder, generally presses the substrate 1014 against polishing article, 
for example, that may be disposed In stations 106, 102 of Figure 1. The retaining 
ring 1006 generally circumscribes the carrier plate 1002 and prevents the substrate 
1014 from moving laterally out from under the polishing head 1030 during 
processing. 

[0102J The canier plate 1002 and retaining ring 1006 are generally movable 
relative to one another in an axial direction. A relative distance 1014 between the 
earner plate's bottom and the retaining ring 1006 may be controlled thus setting the 
relative distance that the substrate 1014 extends beyond the retaining ring 1006. or 
the amount of pressure the retaining ring 1006 exerts on the penneable disl( or 
polishing article. 

[0103] In an alternative embodiment of the polishing head depicted as a partial 
schematic view in Figure 10B, the retaining ring 1006 is movably coupled to the 
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polishing head 430 by a flexure. The flexure 1008. which may be a flexible metal 
sheet or polymer, is disposed between the retaining ring 1006 and the carrier plate 
1002 to allow axial movement therebetween. A piston 1010 disposed in the cover 
1004 is coupled to the retaining ring 1006. Fluid is supplied to (or removed from) the 
piston 1010 and urges the retaining ring 1006 in the axial direction, thereby defining 
the distance 1014. 

[0104] Another apparatus which may be used to practice the processes 
described herein and may be used or adapted for use In processing system 200 as 
shown in Figures 2 and 3 is more fully described in United States Patent Application 
Serial Number 09/77p,559, filed January 26, 2001, each of which are incorporated 
herein by reference. 

[0105] Figures 1 1 A-1 ID are schematic cross sectional views of embodiments of 
an apparatus 1120 for depositing and planarizing a metal layer on a substrate 1122. 

[01061 Figure 1 1 A shows an apparatus 1 120 adapted to polish the surface of the 
substrate 1122 using a roller 1128 of a polishing material. The polishing material 
may be made of a conductive material, an insulative material, conductive elements 
disposed in an insulative material, and/or include abrasive elements or particles as 
described herein. 

[01071 The apparatus 1120 includes a canrier head assembly 1130 positionable 
over a partial enclosure 1134. The partial enclosure 1134 generally defines a 
container or electrolyte cell in which an electrolyte or other polishing/deposition fluid 
can be confined. The enclosure 1 134 typically includes an anode/cathode 1 126 and 
a roller 1128 of polishing material disposed therein. The partial enclosure 1134 can 
be connected to a mounting platfomi that is connected to an actuator (not shown), 
such as a motor, e.g., a stepper motor. The actuator is adapted to rotate the partial 
enclosure 1134 about vertical axis x. in one embodiment, a shaft 1140 defines a 
central passage through which fluid is delivered into the partial enclosure 1134. 
Alternatively, fluid is delivered into the partial enclosure 1134 via an inlet 1140' 
disposed adjacent the enclosure 1 1 34. 
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(0108] The anode/cathode 1126 may comprise an anode/cathode ring disposed 
in tlie walls 1136 of the enclosure 1134 and adapted to have a bias with the 
substrate 1122 and/or roller 1128 for perfomning deposition and anodic dissolution. 
Alternatively, the anode/cathode 1126' can be positioned at the lower portion of the 
enclosure 1134 where it may be immersed in the electrolyte solution. The 
anode/cathode 1 126 may perfonn as either an anode or a cathode depending on the 
positive bias (anode) or negative bias (cathode) applied to It. For example, when 
removing material firom a substrate surface, such as by anodic dissolution from an 
applied bias, the anode/cathode 1126 functions as a cathode and the wafer surface 
or pemieable disk 1128 may act as an anode for the dissolution process. A weir 
1145 may be disposed on the outer surface of the enclosure 1134 to capture 
electrolyte, which may then be filtered and recycled through shaft 1140 or be 
disposed. 

[0109] The substrate carrier or head assembly 1 130 is movably positioned above 
the roller 1 128. The substrate canier assembly 1 130 is vertically movable above the 
roller 1128 and is laterally movable thereto, for example, the canier assembly 430 
may be rotatable about a vertical axis y. The x and y axis of the partial enclosure 
and the head assembly, respectively, are offset to provide orbital motion between 
the roller 1 1 28 and the substrate carrier assembly 11 30. 

101101 The substrate canier assembly 1130 generally holds a substrate 1122 
with the deposition surface facing down towards the roller 1128. The substrate 
carrier assembly 1 130 may be adapted to provide the substrate in a vertical position 
to the enclosure 1134. The roller 1128 comprises a cylindrical surface of polishing 
material that may be rotated parallel to the substrate surface to polish the substrate 
surface. The roller 1 128 may 'sweep" or be moved in a relative parallel motion, i.e., 
translational or linear relative motion, across the surface of the substrate to polish 
the substrate. The roller 1 128 may further be rotated horizontally across the surface 
of the substrate or to expose additional material for contact with the substrate 
surface. 

[01111 In one aspect of the roller 1 128, the roller is adapted to have a lengthwise 
width of about the substrate diameter plus an additional width between about one- 
quarter (1/4") of an inch and about one (1") inch on either side of the substrate 
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diameter. The roller diameter may be of any amount dependent on the 
requirements of the user and the size of the system. For example, a roller having a 
diameter between about three (3) and about four (4) inches may be used in the 
electrochemical processing cells described herein. 

[0112] The roller may be rotated axially or vertically at a rate of about 500 rpms 
or less, such as between about 10 rpms and about 200 rpms, during polishing. The 
roller may be moved across the surface of the substrate at a rate sufficient to ensure 
effective polish of the substrate surface, for example, at about one-half (1/2") inch 
per second. Figure 1 1 B is a schematic side view of Figure 1 1 A showing apparatus 
1120 vt^h the substrate 1122 and roller 1128 of polishing material contacting each 
other during polishing. The substrate is horizontally positioned, with the surface to 
polished facing down, and lowered into the enclosure 1134 and positioned in contact 
with the roller 1 128 of polishing material for the polishing process. 

[0113] Figure lie is a schematic side view of another embodiment of the 
apparatus 1120. In the embodiment shown in Rgure 11C, the substrate 1122 is 
disposed face up in the electrolyte solution within the enclosure 1134. The roller 
1128 of polishing material is then positioned over and across the substrate suriiace 
to provide mechanical activity across the substrate surface to remove material finom 
the substrate surface. 

[0114] Figure 11 D is a schematic side view of another embodiment of the 
apparatus 1120. In the embodiment shown in Figure 110, the substrate 1122 is 
vertically disposed face down in the electrolyte solution within the enclosure 1134. 
One or more rollers 1128 of polishing material, which may be conductive, are 
positioned in series to provide mechanical activity across the substrate surfece to 
remove material from the substrate surface. 

[0115] To facilitate control of embodiments of the systems and apparatus 
described above, computer based controllers may include a CPU (not shown), which 
CPU may be one of any form of computer processors that can be used in an 
industrial setting for controlling various chambers and subprocessors. Memory (not 
shown) is coupled to the CPU. The memory, or computer-readable medium, may be 
one or more of readily available memory such as random access memory (RAM), 
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read only memory (ROM), floppy disk, hard disk, or any other fonn of digital storage, 
local or remote. For storing information and instructtons to be executed by the CPU. 

[01161 The support circuits are coupled to the CPU for supporting the processor 
in a conventional manner. These circuits include cache, power supplies, clock 
circuits, input/output circuitry and subsystems, and may include input devices used 
with the controller, such as keyboards, trackballs, a mouse, and display devices, 
such as computer monitors, printers, and plotters. Such controllers are commonly 
known as personal computers; however, the present Invention is not limited to 
personal computers and can be implemented on wori<statlons, minicomputers, 
mainframes, and supercomputers. 

[0117] A process, for example the deposition and polishing process described 
bek>w, is generally stored in the memory, typically as a software routine. The 
software routine may also be stored and/or executed by a second CPU (not shown) 
that is remotely located from the hardware being controlled by the CPU. 

[0118] Although the process of the present invention is discussed as being 
implemented as a software routine, some or all of the method steps that are 
disclosed therein may be performed in hardware as well as by the software 
controller. As such, the invention may be implemented in software as executed on a 
computer system, in hardware as an application specific integrated circuit or other 
type of hardware implementation, or a combination of software and hardware. 

Planarlzation Processes 

[01191 Embodiments of the methods described herein provide for planarizing a 
substrate surface using electrochemical removal techniques and polishing 
techniques. In one aspect, a method is provided for processing a substrate 
including positioning tiie substi^te in an electrolyte solution comprising a corrosion 
inhibitor, a leveling agent, a viscous fomning agent, or combinations tiiereof, 
applying an anodic bias to a substrate, polishing the substrate in the electrolyte 
solution, and removing material from the surface of the substrate. While ttie process 
may be referred to herein as including steps, the steps do not need to be separate 
from one another and do not need to be separated in time. 
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[0120] Figure 12 is a flow cliart illustrating the processing steps according to one 
ennbodiment of the invention. The process begins by positioning a substrate in a 
substrate carrier assembly 430. and then positioning the substrate in the partial 
enclosure 434 containing an electrode and eiec^olyte solution at step 1300. The 
substrate may be electrically connected to a power source (not shown) and perfonn 
as an anode or cathode during substrate processing with the electrode performing 
as the cathode or anode respectively. Alternatively, ttie pemieable disk 428 may be 
a conductive polishing material that electrically conducts power to the substrate 
during processing, such as during polishing techniques. 

[0121] The substrate is disposed in an electrolyte solution in the enclosure to 
have at least the surface of the substrate contacting the electrolyte solution, and in 
one aspect, the entire substrate may be submerged in the electrolyte solution. The 
electrolyte solution may be provided to the partial enclosure 434 through the fluid 
delivery line 440 and/or through the fluid inlet below the pemneable disk 428 as 
shown in Figure 4. 

[0122] The electrolyte solution disposed in the partial enclosure 434 may include 
commercially available electrolytes. For example, the electrolyte may include 
sulfuric acid based electrolytes or phosphoric acid based electrolytes, such as 
potassium phosphate (K3PO4), or combinations thereof, for copper electropolishing 
techniques and ECMP techniques. The electrolyte may also contain derivatives of 
sulfuric acid based electrolytes, such as copper sulfate, and derivatives of 
phosphoric acid based electrolytes, such as copper phosphate. Electrolytes having 
perchloric acid and/or acetic acid solutions and derivatives thereof may also be 
used. Additionally, the invention contemplates using electrolyte compositions 
conventionally used in electroplating processes Including conventionally used 
electroplating additives, such as brighteners among others. In one aspect of the 
electrolyte solution, tiie electrolyte may have a concentration between about 0.2 
Molar (M) and about 1.2 M of ttie solution. The electrolyte solution generally has a 
pH between about 3 and about 10. 

[0123] In another aspect, tiie electi-olyte solution may also comprise a base 
compound, such as potassium hydroxide (KOH) for example, to adjust the pH of the 
solution, which may be present in an amount up to about 70 percent by weight in 
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volume of total solution and a phosphate system, such as ammonium dihydrogen 
phosphate (NH4H2PO4), diammonlum hydrogen phosphate ((NH4)2HP04). 
phosphoric acid, or a mixture thereof, in amounts between about 2 and about 30 
percent by weight in volume of total solution. Dihydrogen phosphate and/or 
diammonlum hydrogen phosphate may be present In amounts between about 15 
and about 25 percent by weight in volume of total solution. Suitable electrolyte 
solutions are further disclosed In co-pending U.S. Patent Application Serial 

No. (Applied Materials, Inc., Docket No. AMAT 5998), entitled, 

"Electrolyte Composition And Treatment For Electrolytic Chemical Mechanical 
Polishing." filed on December 21 , 2001 . 

[0124] The electrolyte solution may also include a passivation or suppressing 
agent. Examples of passivation or suppressing agents Include corrosion Inhibitors, 
leveling agents, viscous forming agents, or combinations thereof. The passivation 
or suppressing agent disposed In the electrolyte allows for the fomiatlon of a 
passivation, or suppressing, layer on a substrate surface at step 1310. The 
passivation or suppressing layer is believed to insulate or limit the chemical and 
electrical reaction between the electrolyte and materials deposited on the substrate 
surface. The passivation or suppressing layer may be continuous or dis-continuous. 

[01251 Conrosion inhibitors prevent the oxidation or corrosion of metal surfaces 
by forming a layer of material to reduce or minimize chemical interaction between 
material disposed on the substrate surface and the surounding electrolyte. The 
layer of material fonned by the corrosion inhibitors insulate the surface from the 
surrounding electrolyte, thus, suppressing or minimizing the current on the substrate 
surface and limiting electrochemical deposition and dissolution. Examples of 
corrosion inhibitors used herein may include any various organic compounds 
containing an azole group, such as benzotriazole, mercaptobenzotrlazole, or 5- 
methyl-1-benzotriazole. It is believed that the azole groups, such as triazote, are 
effective inhibitors because the unbonded electron pair on the nitrogen atom can 
forni coordinate covalent bonds with the conductive materials, such as copper, and 
become resistant to further chemical activity. Corrosion inhlbrtors are prefen-ed 
additives to the electrolyte since corrosion inhibitors form passivation layers without 
oxide fonmatlon. 
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[0i2q The corrosion inhibitors may be present in an amount up to the saturation 
point of the solution, I.e., without precipitating out into the electrolyte solution. A 
ooncentratlon of corrosion inhibitor between about 0.005 vol% and about 10 vol% of 
the electrolyte solution can be used. For example, a concentration of corrosion 
inhibitor between about 0.05 vol% and about 2 vol% may be used In the electrolyte 
solution. 

[0127] Leveling agents are broadly defined herein as additives that suppress 
dissolution current on the surface of a substrate. Examples of leveling agents 
include, but are not limited to, polyethylene glycol and polyethylene glycol 
derivatives. Other leveling agents which can be employed in the process described 
herein include any of those employed in the electroplating art, such as polyamlnes, 
polyamides and polyimides Including polyethyleneimlne, polyglyclne, 2-amlno-1- 
naphthalenesulfonlc add, 3-amlno-1-propaneSulfonlc add, 4-aminotoluene-2- 
sulfonicacid. 

[0128] It is believed that leveling agents suppress dissolution cuoBnt by attaching 
to conductive materials by inhibiting the electrochemical reactions reaction between 
the electrolyte and conductive material and/or fonn depolarizing agents that limit 
electrochemical rBactions. The invention also contemplates the use of other 
conventionally known or commercially available con'osion inhibitors and leveling 
compounds typically used in eledroplating deposition to suppress current on the 
wafer surface- used in polishing substrate surfaces. 

[0129] The leveling agents can be present in an amount up to the saturation point 
of the solution, i.e., without precipitating out into the electrolyte solution. A 
concentration of leveling agents between about 0.005 vol% and about 10 vol% of 
the electrolyte solution can be used. For example, a concentration of leveling 
agents between about 0.05 vol% and about 2 vol% may be used in the electrolyte 
solution. 

[0130] Viscous fbnning agents that forni passivation or suppressing deposits on 
the surface of the substrate may be induded in the electrolyte solution. For 
example, phosphate-based compounds or a phosphorus acid based compounds 
induding electrolyte agents, such as phosphoric add, copper phosphate, or 
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potassium phosphate, or phosphorous doped anodes, produce ions which can fomi 
viscous deposits or layers on at least a portion of the substrate surface. The viscous 
deposits or layers passivate or suppress current passing through the substrate 
surface and limit electrochemical activities, such as anodic dissolution of material 
from the substrate surtece. The above provided corrosion inhibitors, levelers, and 
viscous fonning agents are illustrative, and the invention contemplates the use of 
additional material, however designated, which may form a passivation layer or 
suppress 

[01311 The electrolyte solution may further include one or more electrolyte 
additives, such as brighteners, enhancers, and/or surfactants that adsorb onto the 
surface of the substrate. The additives may be present in the electrolyte solution up 
to about 15% by weight in volume of total solution. Useful additives include one or 
more chelating agents having amine groups, amide groups, carboxylate groups, 
dicarboxylate groups, tri-carboxylate groups, or combinations thereof. For example, 
the chelating agents may include tetiraethylenepentamlne, triethylenetetramine, 
diethylenetriamine, ethlylenediamine, amino acids, ammonium oxalate, ammonia, 
ammonium citirate, citiic acid, and ammonium succinate, 

[0132] Examples of electrolyte solution Include BTA, a conx>sion inhibitor, being 
added to the electrolyte composition 220 in amounts of about 0.01 to about 2 
percent by weight in volume of total solution, and ammonium citrate, a chelating 
agent, added to tiie electrolyte solution in amounts of about 0.1 to about 15 percent 
by weight in volume of total solution. In anotiier aspect, BTA is added in amounts of 
about 0.05 to about 0.5 percent by weight in volume of total solution, and ammonium 
citrate is added in amounts ranging from about 7 to about 10 percent by weight in 
volume of total solution, in yet anotiier aspect, BTA is added to the electrolyte 
composition 220 in amounts of about 0.01 to about 2 percent by weight in volume of 
total solution, and ethylenediamine (EDA) is added to the electrolyte solution in 
amounts of about 2 to about 15 percent by weight in volume of total solution. 

[0133] The electrolyte solution may also include abrasive particles up to about 35 
wL% or less of the electrolyte to enhance mechanical abrasion of the substrate 
surface during processing. For example, a concentration of about 2 wt% or less of 
abrasive particles may be Included in the electrolyte. Abrasive particles that may be 
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used in the electrolyte include, but are not limited to, silica, alumina, zirconium oxide, 
titanium oxide, cerium oxide, or any other abrasives known in the art, and have an 
average size between about 20 nm and about 300 nm. 

[0134] In operation, the substrate is polished in the electrolyte solution with the 
permeable disk removing at least a portion of a passivation layer from the substrate 
surface at step 1320. At least a portion of the substrate surface is contacted to the 
permeable disk 428 during at least a portion of the process to provide mechanical 
interaction with the substrate surface. For example, the substrate and the 
permeable disk are moved in relative motion to one another, such as in a relative 
orbital motion, to mechanically remove at least a portion of the passivation layer 
formed on the substrate surface to expose the underlying conductive material. The 
polishing step may also remove a portion of copper-containing material disposed on 
the substrate surface in contact with the permeable disk 428. 

[01351 A polishing pressure of about 6 psi or less between the permeable disk 
428 and the substrate surface is used to remove the passivation layer and copper- 
containing material from the substrate surface. In one aspect, a polishing pressure 
of about 2 psi or less is used to remove the passivation layer (and copper-containing 
material) for the electrochemical mechanical polishing (ECMP) technique to 
planarize the substrate surface. For polishing low k materials, such as silicon 
oxycarbide and low k porous materials, a polishing pressure of about 1.5 psi or less, 
such as about 0.5 psi, may be used. In one embodiment of the process, at 
pressures of about 6 psi or less, corrosion inhibitors, leveling agents, or 
combinations thereof, may be used at polishing pressures of about 6 psi or less. 
Leveling agents may be used when the polishing pressures is about 2 psi or less. 

[0136] Alternatively, material may be removed from the surface of the substrate 
without the application of any pressure between the substrate and the permeable 
disk, i.e., the polishing pressure may be about 0 psi, such as by anodic dissolution of 
a surface with a discontinuous passivation layer formed thereon. 

[0137] The substrate may be rotated at a carrier head or polishing head rotational 
speed of about 10 rpms or greater during polishing. For example, a rotational speed 
of the polishing head may be between about 10 rpms and about 500 rpms, with a 
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rotational speed between about 10 rpms and about 100 rpms most commonly used. 
The Invention contemplates a polishing apparatus providing a rotational rate greater 
than 120 rpms and less than 500 rpms. The platen may also be rotated at between 
about 10 rpms and about 500 rpms. A platen rotational speed between about 10 
rpms and about 100 rpms may be used with the processes described herein. 

[Olsq Anodic dissolution of the conductive material is initiated by applying a bias 
between the substrate, or anode, and cathode disposed in the electrolyte to allow 
dissolution of conductive material 1250, such as copper-containing materials fonmed 
thereon at step 1330. The bias may include the application of a voltage of about 15 
volts or less to the substrate surfece. A voltage between about 0.1 voKs and about 
15 volts, may be used to dissolve copper-containing material from the substrate 
surface and into the electrolyte. Under such a bias, the substrate surface acts as an 
anode for the dissolution of material fonned thereon. Altematively, the bias may be a 
current density between about 0.01 and about 40 milliamps/cm^ for a 200 mm 
substrate. Altematively, the bias may be applied to the permeable disk 428, which 
may be a conductive polymeric pad to electrically conduct cunrent or power to the 
substrate surface during processing. 

[0139] The bias applied to perfonm the anodic dissolution process may be varied 
in power and application depending on the user requirements in removing material 
from the substrate surface. For example, a time varying anodic potential may be 
provided to the substrate surface. The bias may also be applied by electrical pulse 
modulation techniques. The electrical pulse modification technique comprises 
applying a constant cun-ent density or voltage over the substrate for a first time 
period, than applying a constant reverse voltage over the substrate for a second 
time period, and repeating the first and second steps. The electrical pulse 
modification technique may use a varying potential fliom between about -0.1 volts 
and about -15 volts to between about 0.1 volts and about 15 volts. Altematively, the 
bias may be a cun-ent density between about 0.01 and about 40 milliamps/cm^ for a 
200 mm substrate. Electrical pulses may be varied at intervals between of less than 
3 seconds, for example, between about 0.2 second and 0.4 second or between 5 
milliseconds and 100 milliseconds. 
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[0140] The pulse plating technique allows for both electrodeposition as well as 
anodic dissolution during processing. For the electrochemical mechanical polishing 
process described herein, the pulse plating technique is adapted to minimize any 
electrodeposition of conductive materials. Examples of pulse plating techniques are 
further disclosed in co-pending U.S. Patent Application No. 09/916,365. entitled, 
"Dynamic Pulse Plating For High Aspect Ratio Features", filed on July 26, 2001, co- 
pending U.S. Patent Appllcatton No. 09/569,833, entitled. "Electrochemical 
Deposition For High Aspect Ratio Structures Using Electrical Pulse fy/lodulation", filed 
on May 11, 2000, and U.S. Patent Application No. 09/602.644, entitled, "IVIethod For 
Electrochemical Deposition Of Metal Using Modulated Wavefomis". filed on June 
22. 2000. 

[0141] Material is removed from at least a portion of the substrate surface by 
anodic dissolution, mechanical abrasion, or combinations thereof, as described 
above, at step 1340. The bias is applied to the substrate surface to remove copper 
containing material at a rate of about 15,000 A/min, such as between about 100 
A/min and about 15,000 A/min. In one embodiment of the invention where the 
copper material to be removed is less than 5,000 A thick, the voltage may be applied 
to provide a removal rate between about 100 A/min and about 5,000 A/min. 

[0142] An example of the polishing process includes positioning a substrate 
having copper-containing material disposed thereon in a substrate carrier assembly 
430, and then positioning the substrate in the partial enclosure 434. The enclosure 
434 contains 0.85 molar (M) copper sulfate electrolyte solution including about 0.01 
vol% of benzotriazole as the corrosion inhibitor. A polishing speed between about 
10 rpms and about 100 rpms and a contact pressure of about 1 psi between the 
substrate and the permeable disk 428 Is provided. A bias between about 1.5 volts 
and about 2 volts is applied to tiie substrate surface or conductive polishing pad. 
The copper-containing material is moved at a rate between about 50 A/min and 
about 500O A/min. 

[0143] In an alternative embodiment, the passivation layer may be fornied ex situ 
to the electrochemical processing cell. In ex situ formation of the passivation layer, 
tiie substrate is transfenred to a processing chamber or bath, and a layer of 
passivating materials Is deposited on the substrate surface. The substrate may tiien 
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be positioned in an electrolyte solution, and a bias may be applied and the surface 
polished according to the process described herein. The passivating material may 
be a dielectric material, such as silicon dioxide, or organic materials, such as 
insulating polymers, such as parylene base polymers used in semiconductor 
manufacturing. l\/laterials that may be polished at polishing pressures of about 1 psi 
or less may be used in the process described herein. The passivating material is 
deposited to a thickness between about 5 A and about 100 A. 

[01441 While the exact mechanism for plariarizing the substrate is unknown, it is 
believed that the planarization process is as follows. A passivation layer which 
chemically and/or electrically Insulates the surface of the substrate Is fonned from 
the exposure of the substrate surface to tiie corrosion inhibitor, leveling agent, or 
viscous forming agent, or combinations thereof, or by the deposition of a dielectric 
layer or organic material. A bras is applied to remove material or enhance removal 
of conductive material, such as copper-containing material, from tiie substrate 
surface by anodic dissolution. However, since the passivation layer insulates or 
suppresses the current for anodic dissolution, mechanical abrasion is provided 
between the substrate and penneable disk to remove the passivation layer from 
areas of contact between ttie penneable disk and the substrate, such as from peaks 
formed on the substrate surface from excessive deposition or topography of 
underiying layers, and expose Vne underiying copper-containing material. The 
passivation layer is retained In areas of minimal or no contact, such as recesses or 
valleys In the substrate suriiace. The exposed copper-containing material is then 
electrically connected with ttie electrolyte solution and may be removed by anodic 
dissolution. 

[01451 The selective removal of the passivation layer from peaks by contact with 
the penneable disk 428 under Vne applied bias while retaining ttie passivation layer 
in valleys, allows for Increased dissolution and/or removal of excessive copper- 
containing materials from passivation-free portions of ttie substrate surface in 
relation to the removal of ttie conductive materials underiying the passivation layer. 
The increased dissolution and removal of ttie copper-containing materials without a 
passivation layer fonned thereon allows for increased reduction of ttie peaks fonned 



wo 02/075804 PCT/US02/04806 

38 

on the substrate surface compared to the valleys formed thereon, resulting in 
enhanced planarization of the substrate surface. 

[0146] Additionally, removal of material by polishing and anodic dissolution allows 
for the substrate surface to be planarized with lower polishing pressures {i.e., about 
2 psi or less) than conventional polishing. Lower polishing pressures con-espond to 
lower shear forces and frictional forces which make this process suitable for 
planarizing substrate surfaces sensitive to contact pressures between the substrate 
and polishing pads, such as polishing low k dielectric materials, with reduced or 
minimal defomiations and defect fonmation from polishing. Further, the lower shear 
forces and frictional forces has been observed to reduce or minimize fonmation of 
topographical defects, such as dishing and scratches, during polishing. 

[0147] While the above described embodiments are directed to polishing a 
copper material, including copper alloys and doped copper, from a substrate, the 
invention contemplates application of the process described herein for polishing 
surfaces that rhay contain conductive metals, such as aluminum, tungsten, tantalum, 
titanium, nitrides of tungsten, tantalum, and titanium, alloys of aluminum, tungsten, 
tantalum, and titanium, doped aluminum, doped tungsten, doped tantalum, and 
doped titanium, and combinations thereof, and other materials that may deposited 
and/or removed by electrochemical processes, such as platinum, gokJ, silver, nickel 
and combinations thereof. 

[0148] Figures 13A-13F are schematic cross-sectional views of a substrate 
surface 1200 during one embodiment of the process described in steps 1300-1340 
above. Referring to Figure 13A, the substrate surface 1200 typically includes a 
dielectric layer 1220 with features 1205 fornied therein, a barrier layer 1215 
confomially disposed on surfaces of the features 1205, an optional copper seed 
layer deposited on the ban-ier layer (not shown), and a conductive material disposed 
thereon. The conductive material 1250, such as copper, is electrochemically 
deposited iri the features 1205 in this example. 

[0149] Refemng to Figure 13B, exposure of the substrate surface 1200. to the 
corrosion inhibltbr allows the formation of a passivation layer 1210 on the substrate 
surface 1200 in the electrolyte solution 1270. The passivation layer 1210 generally 
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forms on the exposed copper material 1250, on the substrate surface 1200 including 
the peaks 1230 and valleys 1240 that may fonm in the deposited copper material 
1250. 

10150] Refen-ing to Figures 13C and 13D, the substrate and the permeable disk 
428 are contacted with one another and moved in relative motion to one another, 
such as in a relative orbital motion, to remove the passivation layer 1210 fonned on 
the exposed conductive material 1250 of the substrate surface 1200. The contact 
between the substrate and the permeable disk 428 allows for the mechanical 
removal of the passivation layer 1210 and subsequent removal of at least a portion 
of the copper material 1250. A bias Is applied to the substrate surface during 
contact between the substrate and the permeable disk 428 allows for anodic 
dissolution of the copper material 1250. TTie removal rate of the copper material 
1250 covered by the passivation layer is less than the removal rate of copper with 
the passivation layer polished away, allowing the removal of the polished material in 
a planar manner as shown in Rgure 1 3D. 

(0151] Referring to Figure 13E, the polishing between the substrate and anodic 
dissolution by the applied bias is continued until the banier layer 1215 Is reached. 
The copper material 1250 is retained in the filled feature 1205. The banrier layer 
may ttien be planarized by a barrier polishing process as shown in Figure 13F. 

(01521 Following the depositing and planarizing process, the substrate may then 
be transfen-ed to a polishing apparatus for further planarization of the substrate. In 
one aspect of the invention, a substrate that has been deposited and polished as 
described above is transfenred to a first platen, and residual or remaining deposited 
material, such as copper. Is removed firom the substrate surfece. Residual material 
is broadly defined as any bulk material remaining after one or more polishing 
process steps has been perfonned on the substrate. Residual material may include 
copper containing material, such as copper, copper alloys, and/or doped copper as 
well as copper polishing by-products, such as copper oxides, removed from the 
substrate surface. Residual may partially or completely cover the surface a 
substrate, for example, a portion of the underiying barrier layer may be exposed 
when residual material Is retained after a polishing step, or alternatively, no banrier 
layer may be exposed after a polishing process has been perfonned. 
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[01531 In one example, substrate is positioned on a first platen containing a fixed 
abrasive polishing pad, and typically includes positioning the substrate on the fixed 
abrasive polishing pad at polishing station (not shown). The polishing process may 
use an abrasive free or abrasive containing polishing composition on a conventional 
or fixed abrasive polishing pad described above. 

[01541 The substrate may then be positioned for banrier removal on a second 
platen containing a polishing pad, which typically includes positioning a substrate on 
abrasive-free polishing pad disposed on a platen in a polishing station. A banrier 
removal polishing composition is then supplied to the polishing pad and barrier layer 
materials are then removed from the surface of the substrate by a polishing process 
on the substrate. The bamer removal polishing composition may be an abrasive 
frae composition on a conventional of fixed abrasive pad or may include high-speed 
chemical etching, also known as spin-etdi. 

p)i55] The substrate may then be positioned on a third platen in a third polishing 
station for a buffing process to minimize surface defects. Buffing may be perfomied 
with a soft polishing pad, i.e., a hardness of about 40 or less on the Shore D 
hardness scale as described and measured by the American Society for Testing and 
Materials (ASTM), headquartered in Philadelphia, Pennsylvania, at reduced 
polishing pressures, such as about 2 psi or less. An example of a suiteble buffing 
process and composition is disclosed in co-pending U.S. Patent Application Serial 
No. 09/569,968, filed on May 11, 2000, and incorporated herein by reference to the 
extent not inconsistent with the invention. 

[01561 Optionally, a cleaning solution may be applied to the polishing pad during 
or subsequent each of the polishing process to remove particulate matter and spent 
reagents from the polishing process as well as help minimize metal residue 
deposition on the polishing pads and defects fomned on a substrate surface. An 
example of a suitable cleaning solution is ElectraClean™ commercially available 
from Applied Materials, Inc., of Santa Clara, California. 

[01571 Finally, the substrate may be exposed to a post polishing cleaning 
process to reduce defects fomned during polishing or substrate handling. Such 
processes can minimize undesired oxidation or other defects in copper features 
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formed on a substrate surface. An example of such a post polishing cleaning is the 
application of Electra Clean™, commercially available from Applied Materials, Inc., 
• of Santa Clara, California. 

[0158] While foregoing is directed to various embodiments of the invention, other 
and further embodiments of the invention may be devised without departing from the 
basic scope thereof, and the scope thereof is determined by the claims that follow. 
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What is Claimed is: 

1 . A method of processing a substrate, comprising: 
forming a passivation layer on a substrate surface; 
polishing the substrate in an electrolyte solution; 
applying an anodic bias to the substrate surface; and 
removing material from at least a portion of the substrate surface. 

2. The method of claim 1, wherein the passivation layer is a cun-ent suppressing 
layer formed by exposing a substrate surface to a conrosion inhibitor, a leveling 
agent, or combinations thereof. 

3. The method of claim 2, wherein the corrosion inhibitor comprises an organic 
compound containing an azole group selected from the group of benzotrlazole, 
mercaptobenzotriazole, 5-methyl-1-benzotriazole, and combinations thereof. 

4. The method of claim 2, wherein the leveling agent is selected from the group 
of polyethylene glycol, polyethylene glycol derivatives, and combinations thereof. 

5. The method of claim 1, wherein the passivation layer is fomied by disposing 
the substrate in an electrolyte containing a viscous fomiing agent. 

6. The method of claim 5, wherein the viscous fomiing agent comprises a 
phosphate-based compound or a phosphorus acid based compound. 

7. The method of claim 6. wherein the viscous forming agent comprises 
phosphoric acid, copper phosphate, or potassium phosphate. 

8. The method of claim 1, wherein the passivation layer is fonned by depositing 
a dielectric or organic material on the substrate surface. 

9. The method of claim 1 , wherein the passivation layer comprises silicon oxide. 
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10. The method of claim 1 , wherein the electrolyte is selected from the group of 
sulfuric acid based electrolytes, phosphoric acid based electrolytes, sulfuric acid 
based electrolyte derivatives, phosphoric acid based electrolyte derivatives, and 
combinations thereof. 

11. The method of daim 10. wherein the electrolyte further comprises abrasive 
particles. 

12. The method of claim 1 , wherein applying the bias to the substrate comprises 
applying a voltage between about 0.1 volts and about 15 volts. 

13. The method of claim 1. wherein polishing article exerts a pressure on the 
substrate of about 2 psi or less during polishing. 

14. The method of claim 2, wherein the conrosion inhibitor, leveling agent, or 
combinations thereof, comprise between about 0.005 vol% and about 10 vol% of the 
electrolyte. 

1 5. A method of processing a substrate, comprising: 

positioning the substrate In an electrolyte solution adjacent polishing arOde 

disposed in the electrolyte; 

exposing the substrate to a corrosion inhibitor, a leveling agent, a viscous 
fomiing agent, or combinations thereof, to form a cun^nt suppressing layer on a 
substrate surface; 

polishing the substrate in the electrolyte solution with the polishing article to 
remove at least a portion of the cun-ent suppressing layen 

applying a bias between an anode and a cathode disposed in the electrolyte 

solution; and 

removing material from at least a portion of the substrate surface with anodic 
dissolution. 

16. The method of claim 15, wherein applying the bias comprises controllably 
applying a time varying anodic potential to the substrate surface. 
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17. The method of claim 15, wherein the bias applied between the anode and the 
cathode is between about 0.1 volts and about 15 volts. 

18. The method of claim 15, wherein the electrolyte is selected from the group of 
sulfuric acid based electrolytes, phosphoric acid based electrolytes, sulfuric add 
based electrolyte derivatives, phosphoric add based electrolyte derivatives, and 
combinations thereof. 

19. The method of claim 15, wherein the corrosion inhibitor comprises an organic 
compound containing an azole group selected from the group of benzotriazole, 
mercaptobenzotriazole, 5-methyl-1 -benzotriazole, and combinations thereof. 

20. The method of claim 15, wherein the leveling agent is selected from the group 
of polyethylene glycol, polyethylene glycol derivatives, and combinations thereof. 

21 The method of claim 15, wherein the viscous fonning agent comprises a 
phosphate-based compound or a phosphorus acid based compound. 

22. The method of daim 21, wherein the viscous forming agent comprises 
phosphoric, add, copper phosphate, or potassium phosphate. 

23. The method of daim 15, wherein the corrosion inhibitor, leveling agent, 
viscous fomiing agent, or combinations thereof, comprise between about 0.005 vol% 
and about 1 0 vol% of the electrolyte. 

24. The method of claim 15, wherein the electrolyte further comprises abrasive 
partides. 

25. An apparatus for processing substrates, comprising: 

a partial enclosure defining a processing region and having a fluid inlet and a 
fluid outlet; 

an cathode disposed in the partial enclosure; 
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polishing article disposed in the partial enclosure; 

a substrate can-ier movably disposed above the polishing article, the 
substrate carrier having a substrate mounting surface; 

a power source coupled through the partial enclosure to a substrate or to the 
polishing article disposed therein; and 

a computer based controller configured to cause the apparatus to position a 
substrate in an electrolyte solution to fomi a passivation layer on a substrate 
surface, to polish the substrate in the electrolyte solution with the polishing article, 
and to apply an anodic bias to the substrate surface or polishing article to remove 
material from at least a portion of the substrate isurfece. 

26. The apparatus of claim 25, wherein the cathode comprises a ring vertically 
disposed in the partial enclosure. 

27. The apparatus of claim 25, wherein the cathode comprises a ring horizontally 
disposed in the partial enclosure. 

28. The apparatus of claim 25, wherein the polishing article is a polishing pad, a 
linear web or belt of polishing material, or one or more rollers of polishing article. 

29. The apparatus of daim 28, wherein the one or more rollers of polishing article 
are disposed in series to polish a horizontally or vertically disposed substrate. 

30. The apparatus of claim 28, wherein the polishing article Is conductive. 

31 . The apparatus of claim 30, wherein the conductive polishing article comprises 
conductive elements or materials embedded or fomned in polyurethane, wherein the 
conductive elements are electrically connected to one another and contact a 
substrate surface when a substrate is in contact with the polishing article. 

32. The apparatus of daim 25, further comprising a plurality of electrical contacts 
disposed about the perimeter of the substrate receiving surface. 
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33. The apparatus of claim 25, wherein the computer based controller is 
configured to apply a time varying anodic potential to the substrate surface. 

34. The apparatus of claim 25, wherein the computer based controller is 
configured to apply a voltage between about 0.1 volts and about 15 volts to the 
substrate surface or polishing article. 

35. An electrochemical deposition system, comprising: 

a mainframe having a mainframe wafer transfer robot; 
a loading station disposed in connection with the mainframe; 
one or more electrochemical processing cells disposed in connection with the 
mainframe; 

one or more polishing platens disposed in connection with the mainframe; 

an electrolyte supply fluidly connected to the one or more electrochemical 
processing cells; and 

one or more polishing fluid supplies connected to the one or more polishing 
platens. 

36. The system of claim 35, further comprising a system controller for controlling 
an electrochemical deposition process, an electrochemical removal process, a 
polishing process, or combinations thereof. 

37. The system of claim 36, further comprising a spin-rinse-dry (SRD) station 
disposed between the loading station and the mainframe. 

38. The system of claim 36, further comprising a themial anneal chamber 
disposed in connection with the loading station. 

39. The system of claim 35, wherein the electrochemical processing cell 
comprises: 

a partial enclosure defining a processing region and having a fluid inlet and a 
fluid outlet; 

an cathode disposed in the partial enclosure; 



RMonnmrv <wn n!>07SB04A2 I > 



wo 02/075804 



47 



PCT/US02/04806 



polishing article disposed in the partial enclosure; 

a substrate carrier movably disposed above the polishing article, the 
substrate carrier having a substrate mounting surface; 

a power source coupled tiirough tlie partial enclosure to a substrate or to the 
polishing article disposed therein; and 

a computer based controller configured to cause the apparatus to position a 
substrate in an electrolyte solution to iorm a passivation layer on a substrate 
surface, to polish the substrate in the electrolyte solution with the polishing article, 
and to apply an anodic bias to tiie substrate surface or polishing article to remove 
material from at least a portion of tiie substrate surface. 
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Fig. 7B 
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POSITIONING A SUBSTRATE IN A PARTIAL ENCLOSURE J— 1300 
CONTAINING AN ELECTROLYTE SOLUTION 



FORMING A PASSIVATING LAYER 
ON THE SUBSTRATE SURFACE 



— J3I0 



POLISHING THE SUBSTRATE IN THE ELECTROLYTE 
SOLUTION TO REMOVE AT LEAST A PORTION OF THE 
PASSIVATION LAYER FROM THE SUBSTRATE SURFACE 



— 1320 



APPLYING A BIAS BETWEEN AN ANODE AND A CATHODE 
DISPOSED IN THE ELECTROLYTE SOLUTION 



— 1330 



REMOVING CONDUCTIVE MATERIAL FROM AT LEAST A PORTION 

OF THE SUBSTRATE SURFACE BY ANODIC DISSOLUTION 
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Fig. 12 
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Fig, 13B 
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Fig. 13D 
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Fig. 13E 
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